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(54) Title: INTERIOR TRIM COMPONENTS FOR MOTOR VEHICLE 

(57) Abstract 

An interior trim 
component ( 1 00) for an 
automobile comprising a 
structure formed from at 
least one polyolefin material 
and reinforcement particles 
dispersed within the at least 
one thermoplastic olefin. tr\r\ 
The reinforcement particles lUvJ 
comprise less than or equal 
to 10 % of a total volume of 
the rigid structure. At least 
40 % of the reinforcement 
particles have a thickness less 
than about 50 nanometers. The 
interior trim component (100) 
is constructed and arranged 

to be devoid of any decorative coating layer disposed thereon in its final finished form for installation into a vehicle so that the trim 
component (100) is provided with an unpainted visible surface finish. 
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INTERIOR TRIM COMPONENTS FOR MOTOR VEHICLE 
Field of the Invention 

This invention relates to an interior trim component for a motor vehicle. 
Background of the Invention 

5 Hard interior automotive trim such as door panels, instrument panels, 

steering column covers, glove box doors, knee bolsters, consoles, pillar post 
covers, seat backs, speaker grilles, vent grilles, mirror housings, and HVAC 
housings are often produced by injection molding the more expensive resins, such 
as ABS or PC/ABS. Hard appearance surface parts are used in many small cars, 

10 trucks and sport utility vehicles. 

It is desirable to use lower cost polyolefins in these applications. 
Unfortunately, these materials have relatively soft surfaces, which are prone to 
scuff, mar and scratch damage. Thus, to maintain the aesthetic appearance of 
these visible internal components when polyolefin materials are used, the 

15 polyolefins must be painted to provide a more durable surface. This adds 

significant cost and requires surface treatment with an adhesion promoter in order 
to provide good adhesion between the paint and the polymer. Even then, 
inconsistent paint adhesion remains a problem. 
Summary of the Invention 

20 The disadvantages of the prior art may be overcome by providing an 

interior trim component for an automobile comprising a structure formed from at 
least one polyolefin material and reinforcement particles dispersed within the at 
least one polyolefin material. The reinforcement particles comprise less than or 
equal to 10% of a total volume of the rigid structure. At least 40% of the 

25 reinforcement particles have a thickness less than about 50 nanometers. The 

l 
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interior trim component is constructed and arranged to be devoid of any decorative 
coating layer disposed thereon in its final finished form for installation into a 
vehicle so that the trim component is provided with an unpainted visible surface 
finish. 

5 More preferably, at least 50% of the reinforcement particles have a 

thickness less that 20 nanometers. In addition it is preferable for at least 99% of 
the particles to have a thickness of less than 30 nanometers. 

Also in accordance with the invention, an interior trim component is 
preferably loaded with nanoparticles in amounts of 3-5% of the total volume of a 

10 polyolefin interior trim part, wherein over 40% of the particles are less than about 
50 nanometers in thickness, and thereby enable the part to withstand marring and 
scuffing (known as the "mar threshold"). It is even more preferred that the 
interior trim component be loaded with nanoparticles in amounts of 3-7% of the 
total volume of a polyolefin interior trim part, wherein over 50% of the particles 

15 are less than about 20 nanometers in thickness, Thus, the mar threshold of a 

polyolefin interior trim part can be more than doubled by adding nanoparticles in 
accordance with the present invention. 
Brief Description of the Drawing 

FIG. 1 is a perspective view of an interior trim component in accordance 

20 with the present invention, shown installed in a motor vehicle. 
Detailed Description of the Preferred Embodiments 

In accordance with the present invention, nanoparticle fillers are added in 
levels of only a few percent by volume. As a result, the resistance of polyolefins 
to the standard mar and scuff tests can be doubled or even quadrupled. This 
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allows these lower cost materials to be used for the interior trim component, 
without needing paint to be adequately resistant to scuffing and marring. 

The automotive parts manufactured in accordance with the present 
invention comprises a composite material of a polymer having dispersed therein 
5 reinforcement fillers in the form of very small mineral reinforcement particles. 
The reinforcement filler particles, also referred to as "nanoparticles" due to the 
magnitude of their dimensions, each comprise one or more generally flat platelets. 
Generally, each platelet has a thickness of between about 0.7-1 .2 nanometers. The 
average platelet thickness is approximately 1 nanometer thick. 
10 The preferred aspect ratio (which is the largest dimension divided by the 

thickness) for each particle is about 50 to about 300. At least 80% of the particles 
should be within this range. If too many particles have an aspect ratio above 300, 
the material becomes too viscous for forming parts in an effective and efficient 
manner. If too many particles have an aspect ratio of smaller than 50, the particle 
15 reinforcements will not provide the desired reinforcement characteristics. More 
preferably, the aspect ratio for each particle is between 100-200. Most preferably 
at least 90% of the particles have an aspect ratio within the 100-200 range. 

The platelet particles or nanoparticles are derivable from larger layered 
mineral particles. Any layered mineral capable of being intercalated may be 
20 employed in the present invention. Layered silicate minerals are preferred. The 
layered silicate minerals that may be employed include natural and artificial 
minerals. Non-limiting examples of more preferred minerals include 
montmorillonite. vermiculite, hectorite, saponite, hydrotalcites, kanemite, sodium 
octosilicate, magadiite, and kenyaite. Mixed Mg and Al hydroxides may also be 
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used. Various other clays can be used, such as claytone H.Y. Among the most 

preferred minerals is montmorillonite. 

To exfoliate the larger mineral particles into their constituent layers, 

different methods may be employed. For example, swellable layered minerals, 
5 such as montmorillonite and saponite are known to intercalate water to expand the 

inter layer distance of the layered mineral, thereby facilitating exfoliation and 

dispersion of the layers uniformly in water. Dispersion of layers in water is aided 

by mixing with high shear. The mineral particles may also be exfoliated by a 

shearing process in which the mineral particles are impregnated with water, then 
10 frozen, and then dried. The freeze dried particles are then mixed into molten 

polymeric material and subjected to a high sheer mixing operation so as to peel 

individual platelets from multi-platelet particles and thereby reduce the particle 

sizes to the desired range. 

The composites of the present invention are prepared by combining the 
15 platelet mineral with the desired polymer in the desired ratios. The components 

can be blended by general techniques known to those skilled in the art. For 

example, the components can be blended and then melted in mixers or extruders. 
Additional specific preferred methods, for the purposes of the present 

invention, for forming a polymer composite having dispersed therein exfoliated 
20 layered particles are disclosed in U.S. Patent Nos. 5,717,000, 5,747,560, 

5,698,624, and WO 93/1 1 190. Additional background is included in the following 

references: U.S. Patent Nos. 4,739,007 and 5,652,284. 

Preferably, the polymer used for the purposes of the present invention is a 

polyolefin or a blend of polyolefins. The preferred polyolefin is at least one 
25 member selected from the group consisting of polypropylene, ethylene-propylene 

4 
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copolymers, thermoplastic olefins (TPOs), and thermoplastic polyolefin 
elastomers (TPEs). 

The exfoliation of layered mineral particles into constituent layers need not 
be complete in order to achieve the objects of the present invention. The present 

5 invention contemplates that at least 40% of the particles should be less than about 
50 nanometers in thickness and, thus, at least 40% of the particles should be less 
than about 50 platelets stacked upon one another in the thickness direction. More 
preferably, at least 50% of the particles should be less than about 20 nanometers in 
thickness and, thus, at least 50% of the particles should be less than about 20 

10 platelets stacked upon one another in the thickness direction. It is also preferable 
for at least 90% of the particles to have a thickness of less than about 5 
nanometers. Finally, it is preferable for at least 99% of the particles to have a 
thickness of less than about 30 nanometers. It is most preferable to have as many 
particles as possible to be as small as possible, ideally including only a single 

15 platelet. 

Generally, in accordance with the present invention, each of the interior 
parts to be manufactured should contain nanoparticle filler in amounts less than 
15% by volume of the total volume of the part. The balance of the part is to 
comprise an appropriate polyolefin material and suitable additives. If greater than 

20 15% by volume of reinforcement filler is used, the viscosity of the composition 
becomes too high and thus difficult to mold. It more is preferable for the rigid 
structure forming the interior panel to have reinforcement particles of the type 
described herein comprise less than 10% of the total volume of the part. It is even 
more preferable for these relatively rigid parts to have reinforcement particles of 

25 the type described herein comprising about 2-10% of the total volume of the part, 
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with the balance comprising the polyolefin substrate. It is most preferable for 
these exterior panels to have reinforcement particles of the type contemplated 
herein comprising about 3%-7% of the total volume of the part, wherein over 50% 
of the particles are less than about 20 nanometers in thickness. 
5 A non-limiting example of an interior trim component in accordance with 

the present invention can b e a front dash, as generally indicated at 10 in FIG. 1. 
This trim component is clearly visible to a vehicle occupant and need not be 
painted in order to retain an aesthetically pleasing appearance over a long period 
of time. 

10 In accordance with the amount of reinforcement loadings and thicknesses 

discussed above, it has been found that the flex modulus for the interior trim 
component can be increased by a factor of about 1 .5 to about 4.0 times that of a 
part produced from the same unreinforced polymer (or thermoplastic). In 
addition, the coefficient of linear thermal expansion (CLTE) is decreased by a 
15 factor of about 1.5 to about 4.0. Improved stiffness and reduced CLTE can be 
accomplished without loss of impact resistance. 

In a test conducted in the automotive industry in order to determine a 
particular part's resistance to scuffing and marring, it was found that the surface 
toughness or resistance to marring could be more than doubled by using various 
20 nanoparticles in an amount of about 3-5% by volume of the total volume of a 
polyolefin interior trim part. In one specific example, the test used about 5% by 
volume claytone H.Y. nanoparticles, wherein over 40% of the particles were less 
than about 50 nanometers in thickness. The balance of the trim part volume 
comprised polypropylene plastic and suitable conventional additives. 
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It should be appreciated that the foregoing description is illustrative in 
nature and that the present invention includes modifications, changes, and 
equivalents thereof, without departure from the scope of the invention. Thus, the 
present invention covers all embodiments and equivalents in accordance with the 
5 spirit and scope of the following claims. 
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WHAT IS CLAIMED IS: 

1 . An interior trim component for a motor vehicle, comprising: a structure 
formed from at least one polyolefin material and reinforcement particles 
dispersed within the at least one polyolefin material, said reinforcement 

5 particles comprising 10% or less of a total volume of the structure, at least 

40% of the reinforcement particles having a thickness of less than about 50 
nanometers, said structure and hence said interior trim component being 
devoid of any decorative coating layer disposed thereon in its final finished 
form for installation into a vehicle so that said trim component comprises 

10 an unpainted visible surface finish. 



2. An interior trim component according to claim 1, wherein at least 50% of 
the reinforcement particles have a thickness less than about 20 nanometers 

15 3. An interior trim component according to claim 2, wherein at least 90% of 
the particles have a thickness of less than about 5 nanometers. 

4. An interior trim component according to claim 2, wherein at least 99% of 
the particles have a thickness of less than about 30 nanometers. 

20 

5. An interior trim component in accordance with claim 4, wherein said 
structure is loaded with reinforcement particles in an amount of about 3- 
7% of the total volume of the structure. 



8 
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6. An interior trim component according to claiml, wherein said at least one 
polyolefin material is selected from a group consisting of polypropylene, 
ethylene-propylene copolymers, thermoplastic olefins (TPOs), and 
thermoplastic polyolefin elastomers (TPEs). 

5 

7. An interior trim component according to claim 1, wherein at least 80% of 
said reinforcing particles have an aspect ratio of about 50 to about 300. 

8. An interior trim component according to claim 7, wherein at least 90% of 
10 said reinforcing particles have an aspect ratio of about 100 to about 200. 



An interior trim component according to claim 1, wherein said reinforcing 
particles are formed from at least one material selected from the group 
consisting of montmorillonite, vermiculite, hectorite, saponite, 
hydrotalcites, kanemite, sodium octosilicate, magadiite, and kenyaite. 

An interior trim component for a motor vehicle, comprising a structure 
formed from at least one polyolefin material and reinforcement particles 
dispersed within the at least one polyolefin material, said reinforcement 
particles comprising between about 3-7% of a total volume of the rigid 
structure, at least 50% of the reinforcement particles having a thickness of 
less than about 20 nanometers, at least 99% of the reinforcement particles 
having a thickness of less than about 30 nanometers, wherein at least 80% 
of said reinforcing particles have an aspect ratio of about 50 to about 300, 
said interior trim component being devoid of any decorative coating layer 

9 



BN8DOCID: <WO_996123W1JU> 



WO 99/61236 PCT/US99/11109 
disposed thereon in its final finished form for installation into a vehicle so 
that said trim component comprises an unpainted visible surface finish. 



BNflOOCID: <WO_9961236A1_U» 



10 



WO 99/61236 

{/I PCT/US99/11109 




BN8DOCID: <WO_996123fiA1 JL> 



INTERNATIONAL SEARCH REPORT 



International application No, 
PCT/US99/11109 



A. CLASSIFICATION OF SUBJECT MATTER 
1PC(6) :B32B5/16 

US CL : 428/323 , _ . . XX3n 

According to International Patent Classification (IPC) or to both national dassihcauon and IPC 



B. FIELDS SEARCHED 



Minimum documentation searched (classification system followed by classification symbols) 
U.S. : 428/323,325,328,330,331 



Documentation searched other than minimum documentation to the extent that such documents are included in the fields searched 



Electronic data base consu 



Ited during the international search (name of data base and, where practicable, search terms used) 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



A 
A 
A 



Citation of document, with indication, where appropriate, of the relevant passages 



US 5,559,187 A (MAEDA et al.) 24 September 1996, see abstract. 
US 4,769,274 A (TELL V IK et al.) 06 September 1988, see abstract. 
US 4,243,575 A (MYERS et al.) 06 January 1981, see abstract. 



Relevant to claim No 



1-10 
1-10 
1-10 



□ Further documents are listed in the continuation of Box C. Q See patent family annex. 



' Special categories of cited document*: 

'A' document defining the general stale of the art which is not considered 

to be of particular relevance 
•E* earlier document published on or after the uilernauonal filing dale 

■L* document which may throw doubts on priority clamits) or which is 

cited to establish the publication date of another ciiauon or other 
special reason (as specified) 

•O* document referring to an oral disclosure, use, exhibition or other 

means 



later document publUhed after the international filing date or priority 
date and not in conflict with the application but cited to understand 
the principle or theory underlying the uivenuon 

document of particular relevance; the claimed invention cuinoi .be 
considered novel or cannot be considered to involve an inventive step 
when the document is taken alone 

document of particular relevance; the clauned invention cannot be 
considered to involve an inventive step when *e doc^enl » 
combined with one or more other such documents, such combtnaoon 
being obvious to a person skilled ui the art 

document member of the same patent family 



Date of the actual completion of the international search 
21 JUNE 1999 


Dale of mailing of the international search report 

06 JUL 1999 


Name and mailing address of the ISA/US 
Commissioner of Patents and Trademarks 
Box PCT 

Washington, DC. 20231 
Facsimile No. (703) 305-3230 


Authorizea^Mfioef I x \ 

ELIZABETH EVANS tQ< 
Telephone No. (703) 308-0661 



BNSDOCtD* <WO__]W«123eA1JL> 



